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TOILET BOWL CLEANING TABLET 

This application claims the benefit of U.S. Provisional Application Serial 
No. 60/005,969, October 27, 1995. 

FIELD OF THE INVENTION 
5 This invention relates to formulations for cleaning toilet bowls, and in 

particular to an in-tank toilet bowl tablet providing metered release of an active 
cleaning agent. 

BACKGROUND OF THE INVENTION 
There are numerous conq>ositions known to the art which can be 

10 compressed or tableted, providing a tablet, block or similar article which may 
be placed in the tank of a toilet and dispense cleaning active over a period of 
time. Such tablets may consist of, or include various cleaning agents such as 
bleaches, surfactants, disinfectants, and mixtures thereof. A particularly 
preferred disinfecting agent is an organic halogen source, and a particularly 

15 preferred family of organic halogen sources include halohydantoins. 

Halohydantoins are particularly preferred for the purpose as they are well suited 
to tableting and consequent slow release of halogen. Numerous prior art 
discloses halohydantoin based cleaning tablets for various uses, including U.S. 
4,427,692; 4,537,697 and 4,560,766, all to Girard. 

20 One of the difficulties associated with toilet bowl cleaning tablets of the 

art has been to establish a uniform release of active halogen over a 
commercially feasible term, for example, of two to four months. While 
dichloro, methylethyl or dimethyl hydantoins can be compressed sufficiently to 
permit such a long term release, for reasons of formulation efficacy and 

25 economics, pure dichloro, methylethyl or dimethyl, or other halohydantoins are 
not preferred. However sufficient tablet longevity is hindered when such 
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tablets are not pure halohydantoin. 

Accordingly, it is an object of the present invention to provide a 
composite tablet having longevity comparable to a pure halohydantoin tablet. 

It is another object of the present invention to provide a composite tablet 
having cleaning perfoimance con^arable to that of a pure halohydantoin tablet. 

SUMMARY OF THF. TNVPKmn^ 
The present invention is a cleaning fonnulation, in tablet form, capable 
of providing a metered release of cleaning active while immersed in the tank of 
a toilet. 

In one aspect, the invention is directed to a cleaning tablet comprising a 
halohydantoin and boric acid wherein the halohydantoin comprises greater than 
about 85% (wt) to about 99% (wt) of the cleaning tablet. 

In another aspect, the invention is directed to a method of dispensing 
uniform amounts of active halogens into a reservoir containing about 6 to 19 
liters of water which is periodically flushed and replaced with fresh water 
which includes the steps of: 

a. placing a cleaning tablet which comprises a halohydantoin 
and boric acid into said reservoir wherein the halohydantoin comprises greater 
than about 85% (wt) to about 99% (wt) of the cleaning tablet and wherein 
active halogen is released from the tablet untU the concentration of active 
halogens in the water is at a desired level of about 0.5 to 5 ppm; 

b. removing the water from the reservoir aiKl replacing said 
reservoir with fresh water thereby activating the release of the active halogen 
from the tablet until the concentrate of active halogens in the water reaches said 

25 desired level; and 



15 



20 



c. 



repeating step b until the tablet is essentially completely 
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dissolved, wherein the method is characterized in that the boric acid has a 
dissolution time of about 0.08 to 0.3 of the total tablet dissolution time. 

Preferred halohydantoins are selected from tte group consisting of N, 
N'-dichloro-dimethyl-hydantoin, N-bromo-N-chloro-dimethyl-hydantoin, N,N'- 
dibromo-dimethyl-hydantoin, 1,4 dichloro, 5,5-diaIkyl substimted hydantoin, 
wherein each alkyi group independently has 1 to about 2 carbon atoms, and 
mixtures thereof. 

Preferably, the cleaning tablet has a density of about 1.1 to 1.6 g/cm^. 
In addition, the cleaning tablet has a superficial surface area to weight ratio of 
about 1:1 to 2:1 (cmVg). 

BRIEF DESCRIPTION OF THE DRAWING 
Fig. 1 is a graph of tablet dissolution rate for various ratios of hydantoin 
to boric acid. 

DETAILED DESCRIPTION OF THE INVENTIQN 
The toilet cleaning tablet or block of the present invention is a generally 
homogenous solid comprising an active halogen-releasing agent and a longevity 
aid. The halogen releasing agent releases the halogen when the block is in 
contact with water. Any such agents known heretofore can be used and it is 
preferred that sudi agents are N-halogenated organic compounds, including N, 
N'-dichloro-dimethyl-hydantoin, N-bromo-N-chloro-dimethyl-hydantoin, N, 
N'-dibromo-dimethyl-hydantoin. In the present invention, dialkyl substituted 
hydantoins and especially 1,4 dihalo, 5,5-dialkyl substituted bydantoins, are 
preferred. Preferred is a mixture of bromochloro dimethyl hydantoin 
(BCDMH), dichloro dimethyl hydantoin (DCDMH), arxl dichloro methyl ethyl 
hydantoin (DCMEH). For tableting purposes, DCDMH is preferred as it 
provides the longest residence time. These halohydantoins are available from 
Lonza Chemical, Fairlawn, N.J. Preferably the halohydantoins comprise 



PCT/US96/17069 



WO 97/15652 



greater than about 85% (wt) to about 99% (wt) of the cleaning block, 
preferably about 90% (wt) to about 99% (wt). with the remauider comprising 
boric acid. Preferred tablets can comprise from about 5% (wt) to less than 
15% (wt), preferably from about 7.5% (wt) to about 12.5% (wt), and more 
5 preferably from about 8% (wt) to about 12% (wt) of the boric acid. 

It is known that soUd halo-5,5-dialkyl substitated hydantoins dissolve 
slowly in water. Surprismgly. it was discovered that if a quantity of a boric 
acid longevity aid was added to die hydantoin mixture within a range of 
between about 5 and 10% based on the weight of the toilet cleaning block, and 
10 if the block was prepared such diat it had a density falling within a particular 
range, namely 1. 1 to 1 .6 g/cm' and also if die ratio of superficial surface area 
(cm^) to weight (grams) fell withm a certain range, namely about 1:1 (cmVg) tc 
2:1 (cmVg), the toilet cleaning block would release a conttolled, substantially 
constant amount of halogen disinfecting agent withm the range of 0.5- 5 ppm 
15 over a period of 2 to about 4 months of constant contact with water. The 
tablet longevity aid must be water soluble, chemically inert, i.e. will have no 
effect on the solubility of the halohydantoin or halohydantoin mixmre, and will 
completely dissolve in a much shorter tune period than the halohydantoin. 
Preferably, the dissolution time for the longevity aid should be approximately 
20 0.08 to 0.3, more preferably 0.1 to 0.15, of the dissolution time for die overall 
or total tablet. Stated alternatively, die longevity aid should completely 
dissolve in approximately 1-4 weeks, preferably 2-3 weeks, for a hydantoin 
tablet having an approximately 4 raonfli longevity. Optionally compatible 
adjuncts such as colorants such as dyes, surfactants antimicrobial agents and 
25 fragrances may be added to the formulation subject only to the limitation Uiat 
such adjuncts have substantially no effect on tablet dissolution rate. Although 
adjuncts can be included, preferred embodiments include tablets that consist 
essentially of die halohydantoin and basic boric acid. 
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The block will deliver a constant, unifonn efficacious level of active 
halogen (0.5 to 5 ppm) for about 1000 - 2000 flushes with water having a 
temperature of about 50" to 70°F (10" to 21 °C) and typically about 57«F 
(13.9°c) and will be completely dissolved at the end of its useful life, leaving 
no residue in the tank. A tank will typicaUy hold about 3.5 gallons (about 13.2 
liters) of water, although tank sizes vary, they typically have a capacity that 
ranges from about 6 to 19 liters. For household applications, the tablet 
preferably has a mass of at least about 25 grams and more preferably about 50- 
100 grams. 



10 



An important relationship between tablet surface area and tablet volume 
has been discovered. It has been found that with respect to dissolution of 
substantially pure halohydantoin tablets, there is a "superficial" surfece area 
which is defmed by the exterior topogr^hy of the tablet and does not include 
the interior surface area of the tablet. By "superficial" surface area is meant 
15 the geometric or exterior surface of the tablet and not its true surface area. For 
instance, if the tablet is cube-sh^, then the superficial surface area is 
calculated as 6 x s^ where s is the lengdi of one side of the cube. It is the 
ratio of tablet superficial surface area (cm^) to tablet weight (grams) which is 
important in tablet longevity. The lower the ratio the greater the longevity, and 
20 the higher the ratio the shorter the longevity. It has been experimentally 

determined that a preferred ratio be between about 1:2 to 2:1 (cmVg) and more 
preferably about 1.2:1 to 1.3:1 (cm^/g). Without mtending to be bound by 
theory, it is the thought that when a halohydantoin tablet is exposed to water 
the tablet tends to "cement" togeflier due to water of hydration and hydrogen 
25 bonding between particles of tte organic bleach. Thus, when exposed to water 
the halohydantoin forms a matrix that dictates the superficial surface area. 



The toilet cleaning tablet of the present invention is prepared by dry 
mixing the hydantoin and the boric acid, preferably in finely divided form, and 
an optional internal mold lubricant in the absence of added water. Any adjunct 



V 
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™ are a.o added CO the ble^. An extetBaUubricant nuy be used in the 
•nanufactunng p„K:ess to help ,.,ease the block ftom the mold. Any type of 
niuer such as a twin-sheU. ribbon blender or similar tj^ of mixer that is 
5 trr.?"''' ' can be used. Tl. parUoie size 

of t^ halohydantoin is preferably in the range Of 10 to 60 US mesh and that Of 
the bone acid is preferably in the range of 8 to 100 US mesh. Tbc admixture 

IS then transferr^l to the mold of a press, a^ pr^ , ^^ed sufficient to 

provide the desired density and effective surface area/weight ratio The 

resultant mixture is a coherent solid which is resistar« to internal water 

10 P^'^^tion and has a crush fracturing strength of about 25 to 100 pounds 
preferably about 50 to 80 pounds. The strength was measured using an ' 
AMETEK force gauge testing device manufactured by the AMETEK 
Corporation. In order to obtain the desh^J properties, the pressure will vary 
depending on the particular chemicals employed and the particle sizes of the 

15 particulates. 
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EXPERINfKNTAT 

Without being bound to any particular theory, it has been demonstrated 
that adding up to about 10% boric acid is feasible without affecting the internal 
matrix stnicture that occurs when using 100% halohydantoin. Hie data also 
suggests that it may be feasible to use up to ahnost 15% boric acid. THe more 
sohible boric acid will rapidly dissolve from the tablet leaving a remaining 
-matrix- of die halohydantoin. The result is that the dissolution behavior of the 
preferred composite tablet is very similar to that of a pure halohydantoin tablet 
due to smiilar matrices, yieldmg similar superficial surface to volume ratios. 

As shown in Fig. 1 and in Table 1 below, a 15% boric acid tablet 
results in a loss of about 6 to 10% longevity, due to the different superficial 
surface area to weight ratios versus the control (100% halohydantoin) If the 
boric acid is increased beyond 15% the kinetics of tablet dissolution can be 
shown to markedly shorten tablet longevity. Fig. l is a giaph showing the log 
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Of percentage tablet remaining versus time (weeks) for two fomulations of the 
present invention (5% and 10% boric acid) three fonnulations outside the 
present invention (15, 20 and 30% boric acid) and a 0% boric acid control. In 
each case, the tablet comprises halohydantoin plus the indicated level of boric 
acid. The tablets had a siq)erficial surface area to weight ratio of about 1.25: 1 
(cmVg). The data presented graphicaUy m Fig. 1 is shown in Table 1 below. 



10 
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20 



Tablet 
Composition 



TABLE 1 

PERCENTAGE TABLET REMAINING 

Time (Weeks) 




A= 5% Boric Acid 
B=10% Boric Acid 
C=15% Boric Acid 
D=20% Boric Acid 
E=30% Boric Acid 
F= 0% Boric Acid 



The data from Table 1 above were obtained using the following 
protocol. Tablets each weighing 70 grams were compressed from appropriate 
amounts of halohydantoin and boric acid, on a Carver hand press using 
conventional tablet tooling consisting of a die and an upper and lower punch. 
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The resulting tablets measured about 5.0 cm in diameter and about 2.2 cm in 
height. The experimental tablets were placed in toilet tanks and flushed three 
to five times daily. The water temperature was maintained at about 70" (21 »C) 
to 75-F (24«C) for the duration of the test. The tablets were checked daily for 
weight loss, which data was used to evaluate the longevity of the tablets. 

The foregoing has described the principles, prefened embodiments and 
modes of operation of the present invention. However, the invention should 
not be construed as limited to the particular embodiments discussed. Instead, 
the above-described embodiments should be regarded as Ulustrative rather thJn 
restrictive, and it should be appreciated that variations may be made in those 
embodiments by woricers skilled in the art without departing from the scope of 
the present invention as defined by the following claims. 
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WHAT IS CLAIMED IS: 

1 . A cleaning tablet comprising a halohydantoin and boric acid 
wherein the halohydantoin comprises greater than about 85% (wt) to about 99% 
(wt) of the cleaning tablet. 

5 2. The cleaning tablet of Claim 1 wherein the halohydantoin is 

selected from the group consisting of N, N'-dichloro-dimethyl-hydantom, N- 
bromo-N-chloro-dimethyl-hydantoin, N,N'-dibromo-dimethyl-hydamoin, 1,4 
dichloro, 5,5-dialkyl substituted hydantoin, wherein each alkyl group 
independently has 1 to about 2 carbon atoms, and mixtures thereof. 

10 3. The cleaning tablet of Clann 1 wherein the boric acid comprises 

about 7.5% (wt) to about 12.5% (wt) of the tablet. 

4. The cleaning tablet of Claim 1 which consists essentially of 
halohydantoin and boric acid. 

5. The cleaning tablet of Claim 4 wherein the boric acid comprises 
15 about 5% (wt) to 10% (wt) of the cleaning tablet, 

6. The cleaning tablet of Claim 2 which consists essentially of 
halohydantoin and boric acid. 

1, The cleanii^ tablet of Claim 6 wherein the boric acid comprises 
about 5% (wt) to 10% (wt) of the cleaning tablet. 

20 8. The cleaning tablet of Claim 1 wherein the tablet has a density of 

about 1.1 to 1.6 (g/cm^). 

9. The cleaning tablet of Claim 1 wherein the tablet has a 
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superficial surfiace area to weight ratio of about 1:1 to 2:1 (cmVg). 

10. The cleaning tablet of Claim 8 wherein the halohydantoin 
comprises about 90% (wt) to 99% (wi) of the tablet. 

11. The cleaning tablet of Claim 10 wherein the tablet has a mass of at 
5 least about 25 grams. 



12. A method of dispensing unifonn amounts of active halogens into 
a reservoir containing about 6 to 19 liters of water which is periodically flushed 
and replaced with fresh water which comprises the steps of: 

a. placing a cleaning tablet which comprises a halohydantoin 
and boric acid into said reservoir wherein the halohydantoin comprises greater 
than about 85% (wt) to about 99% (wt) of the cleanmg tablet and wherein 
active halogen is released from the tablet until the concentration of active 
halogens in the water is at a desired level of about 0.5 to 5 ppm; 

b. removing the water from the reservoir and replacing said 
reservoir with fresh water thereby activating the release of the active halogen 
from the tablet until the concentrate of active halogens in the water reaches said 
desired level; and 



20 



25 



c. repeating step b until the tablet is essentially completely 
dissolved, wherein the method is characterized in that the boric acid has a 
dissolution time of about 0.08 to 0.3 of the dissolution time of the total tablet. 

13 . The method of Claim 12 wherein the boric acid comprises about 
7.5% (wt) to about 12.5% (wt) of the tablet. 

14. The method of Claim 12 wherem the halohydantoin is selected 
from the group consisting of N, N'-dichloro^imethyl-hydantoin. N-bromo-N- 
chloro-dimethyl-hydantoin, N.N'-dibromo-dimethyl-hydantoin, 1.4dichloro. 
5.5-dialkyl substituted hydantoin wherein each alkyl group independently has 1 
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to about 2 carbon atoms, and mixtures thereof. 

15. The method of Claim 12 wt^rein the cleaning tablet consists 
essentially of halohydantoin and boric acid. 

16. The method of Claim IS wherein the boric acid conq>rises about 
5 5% (wt) to 10% (wt) of the cleaning tablet. 

17. The method of Claim 14 wherein the cleaning tablet consists 
essentially of halohydantoin and boric acid. 

18. The method of Claim 17 wherein the boric acid comprises about 
5% (wt) to 10% (wt) of the cleaning tablet. 

10 19. The method of Claim 12 wherein the tablet has a density of about 

1.1 to 1.6 (g/cm^). 

20. The method of Claim 12 wherein die tablet has a superficial 
surface area to weight ratio of about 1:1 to 2:1 (cmVg). 

21. The method of Claim 19 wherein the halohydantoin comprises 
15 about 90% (wt) to 99% (wt) of the tablet. 

22. The method of Claim 21 wherein the tablet has a mass of at least 
about 25 grams. 
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